PREPARATION OF THE ORE                          5
a diagonal slotted screen, .size of opening 5/32 by 1/2 in. No. 8 steel plate. Tliis opening gave a product varying in .size from 1/8-in. cubes to the finest slimes. The consumption of power was 50 h. p. at a speed of 22 r. p. in., the ball consumption being fourteen 5-in. forged steel balls weighing about 19.5 Ib. each, per day of 24 hours. One man can attend to six mills.
The average results from several types of ball mills show that one ton of steel balls will crush about 50 tons of ore during 24 hours from a feed 11/2 in. diameter down to a product of from 12 to 20 mesh in one operation. 5	2200	26X26	25	25	40	0.45	300
